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Case CM1956Q 

IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 
In the Matter of: 

U.S. National Phase Entry 

Under 35 USC § 371 from 

the International Application of : 

HIRN, Thomas Wolfgang Friedrich et al : 

hit'l Application No. PCT/US99/26341 : 

Filed in the RO/US on 08 November 1 999 : 

Entitled: A Film With UV-Barrier Properties 

PRELIMINARY AMENDMENT UNDER 37 CFR §1.112 
Assistant Commissioner for Patents 
Washington, D.C. 20231 
Dear Sir: 

Prior to Examination and computation of the fees for entering the captioned 
International Application into the U.S. National Phase, please preliminarily amend the above- 
identified application as follows and consider the following Remarks. 

AMENDMENTS 

IN THE CLAIMS 

Please amend Claims as follows: 

3. A plastic film according to claim 1, wherein the thermoplastic material is low density polyethylene. 

4. A plastic film according to claim 1, which is a mono-oriented film. 

5. A plastic film according to claim 3, which is a bi-oriented fihn. 

6. A plastic film according to claim 1, wherein the inorganic compoimd is a micronized metal oxide 

7. A plastic fihn according to claim 1, wherein the inorganic compound is microiuzed zinc oxide (ZnO). 

8. A plastic fihn according to claim 6, wherein the inorganic compound is micronized titanium dioxide 
(TiOj). 



9. A plastic film according to claim 1 , wherein the organic UV absorber compound is a benzotriazole. 

11. A plastic fihn according to claim 1 , wherein the binder is a benzophenone. 

13. A plastic film according to claim 1, which is a barrier for light with a wavelength comprised within the 
range of280to390mn. 

14. A plastic fihn according to claim 1, which has a thickness of less than 80 i^m. 

15. A plastic fihn according to claim 1, whose haze is less than 30% for a 35|im film. 

16. The use of a plastic film according to claim 1, for packing consumer products by flow-wrapping. 

17. The process of making a film according to claim 1, which is an extrusion blow molding process. 



REMARKS 



Claims 1, 2, 10 and 12 remain in this application. Claims 3, 4, 5, 6, 7, 8, 9, 11, 13, 14, 
15, 16 and 17 have been amended by eliminating multiple dependent claims and deleting 
preferably clauses. Attached hereto is a marked-up version of the changes made to the claims 
by the current amendment. The attached page is captioned "Version With Markings to Show 
Changes Made". 

The support for these amendments is found in the claims as originally filed. These 
amendments are being entered to bring the claims into conformance with, inter alia, 37 CFR 
§1.75; no new matter is added. 
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5299 Spring Grove Avenue 
Cincinnati, Ohio 45217-1087 
Phone: (513) 627-7025 
FAX: (513)627-6333 



Respectfully submitted. 



By 




T. David Reed 
Agent for Applicants 
Registration No. 32,931 



VERSION WITH MARKINGS TO SHOW CHANGES MADE 



In the claims: 

1. A film made out of a thermoplastic material, characterized in that its composition further comprises a 
combination of at least one organic anti-UV compound with at least one inorganic anti-UV compound. 

2. A plastic fihn according to claim 1, whose composition further comprises at least one chemical binder for 
improved solubility of the organic compoimd ia said thermoplastic material. 

3. A plastic fihn according to clann 1 [any of the precedmg clauns], wherem the thermoplastic material is 
low density polyethylene. 

4. A plastic fihn according to claim 1 [anyof the preceding claims], which is a mono-oriented fihn. 

5. A plastic film according to claim 3 [claims 1 to 3], which is a bi-oriented fihn. 

6. A plastic film accordiag to claim 1 [any of the preceding claims], wherein the inorganic compound is a 
micronized metal oxide 

7. A plastic fihn according to claim 1 [any of the preceding claims], wherein the inorganic compound is 
micronized zinc oxide (ZnO). 

8. A plastic fihn according to claim 6 [claims 1 to 6], wherein the morganic compound is micronized 
titanium dioxide (Ti02). 

9. A plastic fihn according to claim 1 [any of the precedmg clauns], wherem the organic UV absorber 
compound is a benzotriazole. 

10. A plastic fihn accordmg to claim 9, wherein the benzotriazole organic UV absorber compound is 
comprised within the list of: 2-(2'-hydroxy-5'-methylphenyl)-benzotriazole, 2-(2'-hydroxy-3'-5'-di-tert.- 
butylphenyl)-benzotri-azole, 2-{2'-hydroxy-3'-5'-di-tert-butylphenyl)-5-chlorobenzotriazole. 

11. A plastic fihn according to clami 1 [any of the precedmg claims], wherem the binder is a benzophenone. 

12. A plastic fihn according to claim 11, wherein the benzophenone binder is a 2,4-dihydroxybenzophenone. 

13. A plastic fihn according to claim 1 [any of the preceding claims], which is a barrier for light with a 
wavelength comprised within the range of 280 to 390 nm. 



A plastic film according to claim 1 [any of the precediag claims], which has a thickness of less than 80 
fj,m[, preferably less than 35[xm]. 

A plastic film according to claim 1 [any of the preceding claims], whose haze is less than 30%[, 
preferably less than 20%] for a SS^m film[, and/or less than 50%, preferably less than 40%, for a TO^im 
fihn]. 

The use of a plastic fihn according to claim 1 [any of the precediag claims], for packiag consumer 
products by flow-wrapping. 

The process of making a fihn according to claim 1 [any of the preceding claims], which is an extrusion 
blow molding process. 
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A film with UV-barrier properties ^^ 



Field of the invention 

The present invention relates to a plastic film with UV-barrier properties and 
improved transparency. 

Background of the invention 

Packaging wrapping thermoplastic films are representative of the various 
thermoplastic films to which the present invention can apply; such films typically 
have a thickness below SOpm. preferably below 35pm, and are made out of at 
least one layer of thermoplastic material, which is extruded. They can also be 
oriented, in one or more direction(s) in order to achieve specific properties, for 
example, easy-tearing in one prefen-ed direction. Such films are typically used for 
packaging purposes, for example in wrap-around packing of products, or for the 
making of pallets, to hold the stacked products. Such packaged products are 
sometimes exposed during a period of time to natural or artificial light, for 
example during storage, or in store's shelves. Some of the rays constitutive of 
the light can alter or even degrade the structure of the packaged product. In 
particular, cellulose-based products are particularly sensitive to rays near the UV 
wavelengths, and get yellow or brown when exposed to direct or diffuse UV light. 

Some films have been developed which incorporate UV-absorbing compounds, 
for protecting the package contents. 

Some films contain inorganic compounds like metal oxides, such as for example 
Titanium dioxide {Ti02), or Zinc oxide (ZnO). Such films are efficient in filtering a 
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large range of the UV rays. However, a major drawback is that Ti02 gives an 
opaque white color to the film. In some applications, for example when the 
packaged product must be visible from the outside, for example by a consumer 
when looking at the shelves, then such films cannot be used. A solution to limit 
5 this opacity is to have micronized compounds. Non-micronized Ti02 particles 
(crystals) have a grain size around 1 pm. that agglomerate to even bigger sizes. 
This means they deliver a "white" color by scattering and reflecting the light. 
Micronized TiOa has a reduced grain size of about 20 nm, which results also in 
smaller agglomerates. A disadvantage is: by reducing the reflection and 
10 scattering effect there are also losses in terms of UV protection since light 
protection is due to absorption and reflection (scattering). 

Some films are colored with yellow pigments which are either added into the 
thermoplastic material, or at the surface of the film as a coating. Such yellow 
15 films are particularly efficient in filtering the violet part of the visible light and 
protecting the contents from degradation, however, some applications require 
that the film be transparent and not colored, for example when packaging colored 
products, or food: in such cases, the consumer must be able to see the real color 
of the product. 

20 

Some films have been developed which feature UV-absorbing properties, and 
have a transparent color. Such transparent films are achieved by using polar 
organic compounds which have UV-absorbing properties while remaining 
transparent when added to a plastic film composition. However, a major 

25 drawback of such organic compounds is their low stability in an apolar 
thermoplastic base resin. In other words, such organic compounds are very likely 
to migrate into a homogeneous thermoplastic layer, so that the film shows a 
greasy surface and loses some of its UV-absorbing properties, which is clearly 
undesirable to the consumer. The' solution which is generally used to 

30 counterbalance this poor stability is to make films which comprise several layers. 
Typically, the layer comprising the organic UV-absorbing compound is made of 
polar thermoplastics such as PET (polyethylene terephtalate) or PEN 
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(polyethylene naphtalate) and sandwiched between two other layers so that said 
organic compound cannot escape, because organic compounds are polar and 
PET/PEN are apoiar compounds. In this way, the film is more likely to keep its 
UV-absorbing properties. Such films are however quite expensive to 
5 manufacture, due to the complex process to make the several layers. 

As for organic compounds, it has been shown that benzotriazoies are efficient for 
stopping rays whose wavelength is comprised within the range of 300 to 370 nm, 
while benzophenones are efficient to stop rays with a wavelength comprised 
10 within 300 to 400 nm. As for inorganic compounds, micronized meta! oxides 
{Ti02 / ZnO) prove to be efficient against UV rays in a wavelength range 
comprised between 200 and 320 nm. White cellulose-based products show 
degradation and yellowing when exposed to rays whose wavelength is typically 
comprised within the UV range. 

15 

One main object of the present invention is to provide a thermoplastic film with 
improved UV-absorbing properties, with a low thickness suitable for the purpose 
of packaging, which is transparent, non-colored and clear, which is inexpensive 
and easy to manufacture, and whose UV-absorbing properties are substantially 
20 constant over a long period of time. 

Summary of the invention 

The present invention is directed to a film made out of a thermoplastic material 
25 with UV-absorbing properties, characterized in that its composition further 
comprises a combination of at least one UV-absorbent organic compound with at 
least one inorganic UV-absorbent compound, for improved barrier against UV 
rays. Preferably, the organic compound is a benzotriazoie, and the inorganic 
compound is micronized titanium dio)<:ide. More preferably, the film's material 
30 further comprises a binder compound, for example a benzophenone, in order to 
improve the compatibility between the organic component and the base-resin. 
Preferably, the fitm thickness is below 80pm. more preferably below SSpm. 
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Detailed description of the invention 

The base resin 

5 

A film is provided which can comprise several layers, but preferably comprises 
one single layer. Said layer comprises a base material w/hich is chosen amongst 
the wide variety of thermoplastic compounds, to which additives are preferably 
added, for example colorants. The base resin used for making the film is an 

10 apolar thermoplastic resin such as polyethylene, polypropylene, or combination 
of such resins, but it is preferably made out of polyethylene only, more preferably 
a low density polyethylene (LDPE). Alternatively, in another embodiment of the 
invention, it can be used in combination with other layers to make a multilayer 
material. In a preferred embodiment of the present invention, the film is made of 

15 three layers of an LDPE resin, the middle layer comprising the anti-UV absorbers 
mixed with LDPE, and the external layers comprising only LDPE, so that the 
whole film is monomaterial. 

The UV absorbers 

20 

The film of the present invention further comprises organic and inorganic UV 
absorbers which are added to the base resin before manufacturing the film. 
Indeed, a combination of these two types of compounds leads to synergistic 
effects and improved UV-absorbing properties. It has further been shown that the 
25 highest protection contribution comes from the organic absorber, while the 
inorganic absorbers, when used alone, play a minor role in terms of prevention of 
UVs transmission through the film. The resulting global absorption which is 
obtained is comprised within a range of wavelengths comprised between 280 
and 390 nm, and is maximum between 300 and 370 nm. 

30 

The polar organic UV absorbers which are preferably used in the film according 
to the present invention comprise compounds of the benzotriazoles chemical 
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family, more preferably compounds of the 2-(2'-hydroxyphenyl)-benzotriazole 
class, such as for example: 2-{2'-hydroxy-5'-methylphenyl)-benzotriazole, 2-(2'- 
hydroxy-3'-5'-di-tert.-butylphenyI)-benzotriazole, 2-(2'-hydroxy-3'-5'-di-tert- 
butylphenyl)-5-chlorobenzotriazoie. Benzotriazole shows a good absorption in the 
5 range between 300 and 370 nm. A major disadvantage of this absorber is its 
migration effect that leads to a greasy surface. 

Micronized titanium dioxide (Ti02) is another compound which is also added into 
film composition for its UV-absorbing properties. There are two different types of 

10 such metn' oxides which differ in the size of the crystals. Non-micronized Ti02 
particles (crystals) have a grain size around 1 pm, that agglomerate to even 
bigger sizes. This means they are detectable by visible light and deliver a "white" 
color by scattering and reflecting the daylight. Such properties are clearly 
undesirable for achieving good transparency in the film, as required by the 

15 present invention. The micronized Ti02 we used has a grain size of about 20 nm,' 
which results also in smaller agglomerates. The thinking behind is, to drive the 
grain (i.e. agglomerate) size as far as possible out of the visible range to reduce 
the film opacity but keep, using the micronized grade, the absorption properties 
in the UV wavelengths. Disadvantage is by reducing the reflection and scattering 

20 effect there are also losses in terms of UV protection since light protection is due 
to absorption and reflection (scattering). 

Any type of micronized metal oxides may be used in the composition of the film 
according to the present invention, however, the metal oxide is preferably a 
micronized titanium dioxide, or a micronized zinc oxide (ZnO). 
25 The big advantage of micronized Ti02 is that it does not migrate in the base 
material and that the physical properties of the film, such as for example the 
friction coefficient and the surface energy are not substantially modified. These 
physical properties makes micronized metal oxides such as Ti02, very useful in 
i combinations with other UV absorbers. 

30 



The binder 
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Polar organic UV absorbers are widely used as additives to plastic film 
compositions, however, a major drawback is their poor stability in the apolar 
thermoplastic resins. This poor stability typically leads to migration of the polar 
5 organic UV absorber from the inside of the layer, to its surface, and can easily be 
recognized by a greasy touch of the film. This migration also and more 
importantly ieads to loss of the film's UV-barher properties. 

As previously explained, due to the poor solubility of benzotriazoles in the 
10 thermoplastics, the benzotriazc/e migrate to the surface of the film. This leads to 
loss of protection properties, as well as a greasy aspect of the film. 
In a first embodiment of the invention, the UV absorbing properties of the film are 
achieved by adding benzotriazoles in combination with a mioronized metal oxide 
for synergistic and improved barrier properties, to the thermoplastic base resin of 
15 the film. 

In a second and preferred embodiment of the present invention the film 
comprises benzotriazoles in combination with a micronized metal oxide for 
synergistic and improved barrier properties, together with a binder which reduces 

20 the migration of the benzotriazole in the thermoplastic resin. Preferably, the 
binder is a benzophenone, more preferably an hydroxy-benzophenone. 
Benzophenone compounds are other organic chemicals which may be used for 
their UV-absoit)ing properties. Benzophenone shows a higher transmission in 
the range between 300 and 400 compared to benzotriazoles (i.e. their UV-barrier 

25 properties are lower than those of benzotriazoles), however they are more stable 
than benzotriazoles In the thermoplastic base compound, which is a clear 
advantage over the benzotriazoles-type compounds. While benzophenones. 
when used alone, show UV-absorbing properties, they will essentially be used in 
the present invention to increase the'solubility of the benzotriazoles inside the 

30 thermoplastic base resin, i.e. as binder of said benzotriazoles to said 
themnoplastic resin. 
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Most preferably the binder is chosen within the following compounds: 2,4- 
dihydroxybenzophenone; 2,2',4-trihydroxybenzophenone; 2,2',4,4'-tetra- 
hydroxybenzophenone; 2-hydroxy-4-octoxybenzophenone. The absorption range 
* 5 of such compounds is extended due to the hydroxy group, while no substantial 
discoloration of the substrate can be observed. 

A preferred embodiment of the present invention is obtained with a film 
comprises 3 layers, the anti-UV absorbing compounds being comprised inside 

10 the middle layer, and the external layers comprising only the thermoplastic base 
resin, which is more preferably LDPE. The film is composed of: organic absorber 
/ binder / inorganic absorber which are melted respectively in a 0.3 / 0.6 / 1.0 % 
in mass of film. The organic absorber is the 2-{2'-hydroxy-3'-5'-di-tert- 
butylphenyi)-5-chlorobenzotriazoie; the inorganic absorber is a micronized metal 

15 oxide, preferably titanium dioxide or zinc oxide, and more preferably zinc oxide 
since ZnO provides absorbent properties which are equivalent to the absorbent 
properties of titanium dioxide, while providing better clarity of the film for a same 
concentration. The binder - which makes the organic UV absorber more soluble 
in the thermoplastic resin - is a benzophenone-type compound, preferably the 

20 2,4-dihydroxybenzophenone. While the above mentioned composition In 
percentages is given as an example, it is to be understood that this composition 
can vary, according to the properties which are required. 

The manufacturing process 

25 

Any suitable process shall be used which allows to manufacture a film as 
described in the present application, for example extrusion or extmsion-blowlng 
can be used, which are processes for making plastic films well known in the art. 
^ The film can also be oriented in one ormore directions, so as to achieve specific 

30 mechanical properties, for example tearing properties in one or more preferred 
directions. 
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In one preferred embodiment, the manufacturing process comprises the following 
steps: (a) melting granules of UV absorbers and binder, if any, together with a 
small amoufc'^ of granules of thermoplastic base resin, so as to form a 

5 masterbatch; (b) melting the granules of masterbatch and the granules of 
thermoplastic base resin together in certain proportions, so as to obtain the 
polymer material; (c) introducing said polymer material inside an extruder, so has 
to obtain a molten polymer. Preferably, at least two extruders are used for further 
forming at least two different layers; (d) flow the molten polymer from the 

10 extruder round the mandrel of a die, and then through a ring shaped die opening, 
so as to extrude, preferably vertically, said molten polymer in the shape of a tube. 
Preferably in the present invention, the die and ring are designed such that the 
tube which is extruded comprises 3 layers, the middle one containing the molten 
polymer with masterbatch, and the external layers containing only the 

15 thermoplastic resin - without UV absorbers; (e) expand the tube into a vertical 
elongated bubble of the required diameter by an air pressure maintained through 
the center of the mandrel. The expansion of the bubble is accompanied by a 
corresponding reduction of its thickness. The bubble pressure is maintained by 
the die at the proximal end of said bubble, and by pinch rolls at its distal end. It is 

20 important that the air pressure is constant, as well as extruder output, haul-off 
speed, and temperatures of the die, so as to ensure uniformity of the bubble's 
thickness; (f) after the melt is solidified and stabilized into the fully dense bubble, 
the film is drawn vertically upward and folded into a flattened tube, which is 
preferably electric corona surface-treated, for ink or glue adhesion enhancement; 

25 (g) the collapsed tube Is then edge trimmed, or slit at the crease to separate the 
two thicknesses. It can also be folded and/or glued or sealed directly to make 
bags or other elaborated items. 

30 

The contents 
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The above film is typically to be used in any application such as protection of 
agricultural goods for example, but preferably as a packaging film, using flow- 
wrapping, or folding, and hot or cold sealing, for making bags or sachets. It can 
" 5 also be manufactured as a shrink film. But it is preferably to be used in wrap- 
around process for constituting multipacks or pallets of UV sensitive products 
such as cellulose-based products, most preferably white celiulose-based 
products, such as paper rolls for household cleaning purposes. An example is 
the flow-wrapping of multipacks of 2 or more rolls of paper for househoid- 

10 cleaning purposes. Such a process typically comprises the steps of: (a) making a 
roll of film around the paper rolls by pushing said paper rolls (for example 2 of 
them) together through a fiat film curtain whose right and left sides are movable, 
so that the paper rolls are covered by the film all around their periphery; (b) 
making a longitudinal seal for creating a cylinder of film around the paper rolls; 

15 (c) folding and sealing the top and bottom ends of the film cylinder, so as to close 
the package. 

Such paper-based products are especially attractive to the consumer's eye due 
to their white color. Such products are typically stored after production in large 

20 areas exposed to natural or artificial light which causes yellowing. Such products 
when exposed to a light source which contains UV rays, i.e. rays with a 
wavelength comprised within the range of 280 to 435 nm, are damaged because 
their chemical structure is altered by the UVs. As a result, their color is changed 
and gets yellow or even brown. Such changes are clearly undesirable to the 

25 consumer, mostly in the case the color of the product is clear, for example white. 
Yellowing is not a linear process, that is to say, it does not depend only on one 
factor, for example the intensity of UV rays, or the UV wavelength, or on the time 
the product has been exposed to the light, but it also depends on different and 
combined factors besides radiation, such as humidity, temperature, or oxygen 

30 level. 
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Finally, it has been found that concentration and thickness of the film have a 
huge impact on the transmission properties of the film. Furthermore, the use of 
combined UV-absorbing compounds of a different chemical nature can achieve 
synergistic effects between them, which are clearly desirable as they allow to use 
lower amounts of chemicals into the film, thus leading to a cheaper film with 
similar, or even improved UV-absorbing properties. This is particularly true in the 
case of thin films, i.e. for films whose thickness is less than 80pm, preferably less 
than 35 pm. 

The film o' the present invention is preferably primarily intended for such uses as 
packaging, and as such requires a low thickness and excellent transparency. 
More importantly, a low thickness requires less material, and thus leads to a film 
which is cheaper to produce. The film according to the present invention has a 
thickness of less than 80pm, preferably a thickness which is below 35 pm. 

The advantages 

The above described composition, and particularly the preferred composition 
which comprises organic and inorganic UV absorbers melted together with a 
binder, provide excellent transparency for a film with a thickness which is below 
80pm, preferably below 35 pm, which comprises 3 layers, the UV-absorbing 
compounds being contained inside the middle layer. The protective barrier which 
is achieved with such a thin film proved to reduce the discoloration of the film by 
8 times compared to a non-protective film, under direct sunlight exposure in the 
central European countries. 

The above described preferred composition which comprises organic and 
inorganic UV absorbers melted together with a binder delivers excellent 
properties of transparency. Indeed, such a composition provides a haze of less 
than 30%, preferably less than 20% for a 35Mnn film, and/or less than 50%. 
preferably less than 40%, for a yOpm film (haze measurements obtained 
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according to ASTM 1003 method). Haze values are given in percentage of 
artificial light which is absorbed by the film, due to absorption or reflection. 

5 



10 



15 
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WHAT IS CLAIMED IS: 

1 . A film made out of a thermopiastic material, characterized in that its composition 
5 further comprises a combination of at least one organic anti-UV compound with at 

least one inorganic anti-UV compound. 

2. A plastic film according to claim 1 , whose composition further comprises at least 
one chemical binder for improved solubility of the organic compound in said 

10 thermoplastic material. 

3. A plastic film according to any of the preceding claims, wherein the thermoplastic 
material is low density polyethylene. 

15 4. A plastic film according to any of the preceding claims, which is a mono-oriented 
film. 

5. A plastic film according to claims 1 to 3, which is a bi-oriented film. 

20 6. A plastic film according to any of the preceding claims, wherein the inorganic 
compound is a micronized metal oxide 

7. A plastic film according to any of the preceding claims, wherein the inorganic 
compound is micronized zinc oxide (ZnO). 

25 

8. A plastic film according to claims 1 to 6, wherein the inorganic compound is 
micronized titanium dioxide (TiO?}. 

9. A plastic film according to any of the preceding claims, wherein the organic UV 
30 absorber compound is a benzotriazole. 



10. A plastic film according to claim 9, wherein the benzotriazole organic UV absorber 
compound is comprised within the list of: 2-{2'-hydroxy-5'-methylphenyl)- 



wo 00/27914 



13 



PCT/US99/26341 



benzotriazote, 2-(2'-hydroxy-3'-5'-di-tert.-butylphenyl)-benzotri-a2oie, 2-{2'-hydroxy- 
3'-5'-di-tert-butylphenyl)-5-chlorobenzotriazoie. 

11. A plastic film according to any of the preceding claims, wherein the binder is a 
5 benzophenone. 

12. A plastic film according to claim 11. wherein the benzophenone binder is a 2,4- 
dihydroxybenzophenone. 

10 13. A plastic film according to any of the preceding claims, which is a barrier for light 
with a wavelength comprised within the range of 280 to 390 nm. 

14. A plastic film according to any of the preceding claims, which has a thickness of 
less than 80 fim, preferably less than 35^m. 

15 

15. A plastic film according to any of the preceding claims, whose haze is less than 
30%, preferably less than 20% for a 35|jm film, and/or less than 50%, preferably 
less than 40%. for a TOpm film. 

20 16. The use of a plastic film according to any of the preceding claims, for packing 
consumer products by flow-wrapping. 

17. The process of making a film according to any of the preceding claims, which is an 
extrusion blow molding process. 
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DECLARATION COMBINED WITH POWER OF ATTORNEY 



As a below named inventor, I hereby declare that: 

My residence, post office and citizenship are as stated below next to my name. 

I believe that I am the original, first and sole inventor (if only one name is listed below) or an 
original, first and joint inventor (if plural names are listed below) of the subject matter which 
is claimed and for which a patent is sought on the invention entitled 



'A FILM WITH UV-BARRIER PROPERTIES" 



bearing the above listed Procter & Gamble Company Case number, the specification of 
which was filed as PCT/US99/26341, designating at least the United States of America, with 
the United States Receiving Office on 08 November 1999. 

1 hereby state that I have reviewed and understand the contents of the above identified 
specification, including the claims. 

I acknowledge the duty to disclose informafion which is material to the patentability of this 
application in accordance with Title 37 Code of Federal Regulations §1.56. 

I hereby claim foreign priority benefits under Title 35 United States Code §119 of any 
foreign applicafion(s) for patent or inventor's certificate or of any PCT international 
application(s) designating at least one country other than the United States of America 
listed below and have also identified below any foreign application for patent or inventor's 
certificate having a filing date before that of the application on which priority is claimed: 

PRIOR FOREIGN APPLICATION(S) TO WHICH WE CLAIM PRIORITY: 

98870246.0 EPO 10 November 1998 

I hereby claim the benefit under Title 35 United States Code §120 of any United States 
applicafion(s) or PCT international application(s) designating the United States of America 
that is/are listed below and, insofar as the subject matter of each of the claims of this 
application is not disclosed in the prior United States application in the manner provided by 
the first paragraph of Title 35 United States Code §112, I acknowledge the duty to disclose 
material information as defined in Title 37 Code of Federal Regulations §1. 56(a) which 
occurred between the filing date of the prior applicafion and the national or PCT 
international filing date of this application: 



(Appln. Serial No.) (Filing Date) (Status) (patented, pending, abandoned) 



(Appln. Serial No.) 



(Filing Date) 



(Status) (patented, pending, abandoned) 



I hereby appoint the following as my attorney(s) or agent(s) with full power of substitution to 
prosecute this application and transact all business in the Patent and Trademark office 
connected therewith: 



Name 

Jacobus C. Rasser 
Donald E. Hasse 
T. David Reed 
Eileen L. Hughett 
Timothy B. Guffey 
Emelyn L. Hiland 



Registration No. 



37,043 



-_2a387 

^-34r352^ 
^-44r94S. 
—44^501 



Associate Power 
of Attorney Attached 
[ ] Yes [ ]No 



SEND CORRESPONDENCE TO: 

T. David Reed, c/o The Procter & Gamble Company 



(513) 627-7025 



Name 

5299 Spring Grove Avenue 



Phone No. 
45217-1087 



City 



Zip Code 



I hereby declare that all statements made herein of my own knowledge are true and that all 
statements made on information and belief are believed to be true; and further that these 
statements were made with the knowledge that willfull false statements and the like so 
made are punishable by fine or imprisonment, or both, under Section 1 001 of Title 1 8 of the 
United States Code and that such will ful false statements may jeopardize the validity of the 
application or any patent issued thereon. 



Full Name of sole or first inventi 
Inventor's signature 



HjRN, Thomas Wolfgang Friedrich 



_Date:_ 



November 15, 



1999 



Residence: <d*fSinrichstra^58, D-64334-Wett©f:slaciL. DE 
Citizenship: DE DtK 
Post Office Address: Procter & Gamble GmbH 

Sulzbacher Strasse 40 - 50, D-65824 Schwalbach am Taunus, DE 
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Full Name of second joint inventor, if- ^nv: MENIF, Rached (NMN) , 
Inventor's signature )^ Date: November 15, 1999 



4 Martin NieTnoeller Weg, D-612 6I Neu-Anspach ^ 



DE 



Residence: 
Citizenship: 

Post Office Address: .Procter & Gamble GmbH 

Sulzbacher Strasse 40 - 50, D-65824 Schwalbach am Taunus, DE 



Full name of third joint inventor, if any: 

Inventor's signature Date:. 

Residence: 

Citizenship: 
Post Office Address: 



